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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re Application of Atty. Docket 

MAREIKE KLEE ET AL PHD 99,046 

Serial No. Group Art Unit 

Filed: CONCURRENTLY Ex. 

VOLTAGE-DEPENDENT THIN-FILM CAPACITOR 

Honorable Commissioner of Patents and Trademarks 
Washington, D.C, 20231 

PRELIMINARY AMENDMENT 

Sir: 

Prior to examination please amend the above-identified case as 
follows: 

IN THE SPECIFICATION 



Page 1, before line 1, insert the following centered heading 

—BACKGROUND OF THE INVENTION--, 
between lines 21 and 22, insert the following centered 

heading 

— SUMMARY OF THE INVENTION--; 
Page 4, between lines 9 and 12, insert the following centered 
heading: 

— BRIEF DESCRIPTION OF THE DRAWING — . 
cancel lines 12 and 13 in their entirety and replace with 
a new paragraph: 

— In the drawing — ; 

between lines 22 and 23, insert the following centered 
heading: 

—DETAILED DESCRIPTION OF THE INVENTION--; 
ps28spa0.swr 1 



between lines 23 and 23, insert as a new paragraph: 
— The invention will now be desribed in greater detail 
with reference to the figures of the drawing. — . 
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IN THE ABSTRACT 

Please delete in its entirety and replace with the following: 
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— ABSTRACT OF THE DISCLOSURE 

The invention relates to a passive ceramic component with 
a carrier substrate, a first and a second electrode, and a 
ferroelectric dielectric. The electrodes and the dielectric 
referably comprise a multilayer structure with at least a first and 
a second layer- The capacitance value C of the capacitor can be 
varied through the application of a voltage to the electrodes owing 

to the field dependence of the dielectric constant sr of the 
dielectric . Such components may be used in filter devices or in 
delay lines or as replacements for variable-capacitance diodes in 
the manufacture of voltage-controlled oscillators. — . 
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REMARKS 

The specification has been amended to add proper headings and a 
brief description of the drawing. The abstract has been amended to 
conform to U.S. practice. 

An early allowance of the claims and case is requested. 

Respectfully submitted, 

B y ilrj^^ ft, $f*e#n 

Norman N. Spain /Reg. 17,846 
Consulting Patent Attorney 
(914) 333-9625 
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Voltage-dependent thin-film capacitor. 
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The invention relates to a ceramic passive component which comprises a carrier 
substrate, at least a first electrode disposed thereon, at least a dielectric disposed thereon, and 
at least a second electrode disposed thereon. The invention also relates to components in 
which at least one ceramic passive component with the above construction is used. 

Variable-capacitance diodes (also called varicaps) are diodes in which the 
voltage dependence of a pn junction is utilized in practice. Each pn junction forms a capacitor 
with the p- and the n-zone as the plates and the interposed depletion or blocking layer as the 
dielectric. The thickness of the depletion layer increases with the applied reverse voltage, so 
that the capacitance value of the pn junction decreases. 

Variable-capacitance diodes are available in various embodiments. Typical 
operating voltages are 12 to 30 V accompanied by a capacitance which is variable by a factor 
1 0 to 20. Lower voltages in a range from 3 to 5 V are usual in mobile telephone applications 
with a tuning range having a factor between 2 and 4. The capacitance values of the diodes 
usually vary between 20 and 40 pF in this case. These semiconductor components are used 
inter alia in the manufacture of voltage-controlled oscillators (VCOs). 

The present trend is towards lower voltages and high frequencies (GHz) 
especially in the field of mobile telephony. The construction of variable-capacitance diodes for 
this application, however, becomes increasingly difficult, especially if the dimensions of the 
components have to be as small as possible. The semiconductor components also come close 
to the limits of their possibilities in view of their effective series resistance. In addition, the 
cost of manufacture of variable-capacitance diodes is very high. 

The invention has for its object to provide a component which has a tunable 
capacitance as well as a low effective series resistance and which can be inexpensively 
manufactured. 

This object is achieved by means of a ceramic passive component which 
comprises a carrier substrate, at least a first electrode disposed thereon, at least a dielectric 
disposed thereon, and at least a second electrode disposed thereon, wherein the dielectric 
comprises a ferroelectric ceramic material with a voltage-dependent relative dielectric constant 
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Given certain geometric dimensions (surface area A, electrode spacing d), the 
capacitance of a capacitor can be calculated from the equation: 

C = (s r • so • A)/d. 

A voltage dependence of the capacitance C is thus defined by the voltage dependence of the 
5 dielectric constant e r . Many dielectric materials exhibit a low dielectric constant s r and a low 
field dependence s r (E). An exception is formed by ferroelectric materials, in which s r can be 
changed through the application of an electric field E. The capacitance value C of a capacitor 
can thus be changed through the application of a voltage to the electrodes. 

The advantages of these components are that on the one hand they are not polar, 
10 in contrast to variable-capacitance diodes, and on the other hand that they can be manufactured 
more cheaply than the semiconductor components. 

C3 It is to be highly preferred that the following is chosen as the ferroelectric 

^ ceramic material with a voltage-dependent dielectric constant s r : 

Pb(Zr x Tii- x )0 3 (0 < x < 1) with and without excess lead, Bai_ x SrxTi0 3 (0 < x < 1), 

St 1 5 Pbi.LSyLayCZrxTix-OOs (0<x<l,0<y< 0.2), Pb(Zr x Ti!_ x )0 3 (0 < x < 1) doped with Nb, Pbi. 

til ay La y Ti0 3 (0 < y < 0.3, 1 .3 < a < 1 .5), (Pb,Ca)Ti0 3 , BaTi0 3 with and without dopants, 

L SrZr x Tii_ x 0 3 (0 < x < 1) with and without Mn dopants, BaZr x Tii. x 0 3 (0 < x < 1), SrTi0 3 doped 

jp with, for example, La, Nb, Fe or Mn, 

[ij [Pb(Mg 1/3 Nb 2 / 3 )0 3 ] x -[PbTi0 3 ] 1 . x (0 < x < 1), 

U 20 (Pb,Ba,Sr)(Mg 1/3 Nb 2/3 ) x Ti y (Zn 1 / 3 Nb 2 / 3 )i.x-y0 3 (0 < x < 1, 0 < y < 1, x + y < 1), 

PbNb4/5x((Zro.6Sno.4)i-yTiy))i-x0 3 (0 < x < 0.9, 0 < y < 1), (Bai_ x Ca x )Ti0 3 (0 < x < 1), 
(Bai. x Srx)Ti0 3 (0 < x < 1), (Ba!_ x Pb x )Ti0 3 (0 < x < 1), (Bai. x Sr x )(Ti!. x Zr x )0 3 
(0<x<l,0<y<l), 
a) Pb(Mg 1/2 W 1/2 )0 3 
25 b) Pb(Fe i/2 Nb 1/2 )0 3 

c) Pb(Fe 2/3 Wi /3 )0 3 

d) Pb(Nii /3 Nb 2/3 )0 3 

e) Pb(Zn 1/3 Nb 2/3 )0 3 

f) Pb(Sc 1/2 Ta 1/2 )0 3 

30 as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgi/ 3 Nb 2/3 )0 3 with and 
without excess lead. 

All these ferroelectric ceramic materials have a high, voltage-dependent relative 
dielectric constant s r . 
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In another preferred embodiment, the first electrode and/or the second electrode 
comprise(s) at least a first and a second electrically conducting layer. 

It is preferred that the first electrically conducting layer of the electrodes 
comprises Ti, Cr, Ni x Cr y (0 < x < 1, 0 < y < 1) or Ti x W y (0 < x < 1, 0 < y < 1). These layers 
5 serve as adhesion layers. 

It is furthermore preferred that the second electrically conducting layer of the 
electrodes comprises a metal or an alloy. 

The electric current is mainly passed by the second, well conducting layer. A 
high conductivity of the materials used leads to a low effective series resistance (ESR) and a 
1 0 low parasitic inductance (ESL). 

In a preferred embodiment it is provided that the carrier substrate comprises a 
O ceramic material, a ceramic material with a glass planarization layer, a glass-ceramic material, 

S a glass material, or silicon. 

* A carrier substrate made of a ceramic material, a ceramic material with a glass 

% 4 15 planarization layer, a glass-ceramic material, or a glass material can be inexpensively 

manufactured, so that the process cost for these components can be kept low. If the passive 
^ ceramic component is integrated into an IC, the carrier substrate will be of silicon, possibly 

j: provided with an SiC>2 passivating layer. 

t H A further preferred embodiment is characterized in that the dielectric comprises 

C3 20 multiple layers. 

The use of multiple layers, for example double, triple or quadruple layers 
renders it possible to compensate for the unfavorable temperature behavior of some 
ferroelectric materials and to improve the temperature dependence of the capacitance value C. 

It is also preferred that a protective layer of an inorganic material and/or an 
25 organic material is laid over the entire component. 

The protective layer protects the subjacent layers against mechanical loads and 
against corrosion caused by moisture. 

The invention also relates to components, in particular tunable filters or delay 
lines or voltage-controlled oscillators, which comprise as their capacitive component a 
30 ceramic passive component which comprises a carrier substrate, at least a first electrode 
disposed thereon, at least a dielectric disposed thereon, and at least a second electrode 
disposed thereon, which is characterized in that the dielectric comprises a ferroelectric ceramic 
material with a voltage-dependent relative dielectric constant s r . 
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The use of the component according to the invention, for example, in a tunable 
RCL filter, a passive delay line with electrically tunable delay time, or as a replacement for a 
variable-capacitance diode in voltage-controlled oscillators is advantageous because the 
component according to the invention can be mounted together with other components on a 
5 substrate, so that inexpensive circuits of small constructional dimensions can be manufactured. 
The invention furthermore relates to the use of a ceramic passive component 
which comprises a carrier substrate, at least a first electrode disposed thereon, at least a 
dielectric with a voltage-dependent relative dielectric constant e r disposed thereon, and at least 
a second electrode disposed thereon, as a capacitive component. 

10 



The invention will be explained in more detail below with reference to five 
Figures and three embodiments, where 

Fig. 1 in a diagrammatic, cross-sectional view shows the construction of a 
1 5 ceramic passive component, 

Fig. 2 plots the capacitance as a function of the applied voltage in a ceramic 

passive 

component according to the invention, 

Fig. 3 is the circuit diagram of an RCL filter, 
20 Fig. 4 shows the filter characteristic of an RCL filter which comprises a 

component according to the invention as its capacitive component, and 

Fig. 5 is the circuit diagram of a passive LC delay member. 
In Fig. 1, a ceramic passive component comprises a carrier substrate 1 which is 
made, for example, from a ceramic material, a ceramic material with a glass planarization 
25 layer, a glass-ceramic material, a glass material, or silicon with a passivating layer. On the 

carrier substrate there is a first electrode 2 which comprises a first electrically conducting layer 
3 of, for example, Ti, Cr, Ni x Cr y (0 < x < 1, 0 < y < 1) or Ti x W y (0 < x < 1, 0 < y < 1) and a 
second elecrically conducting layer 4 comprising, for example, Pt, Ag, Ir, Agi_ x Pt x (0 < x < 1), 
Ni, Cu, W, Agi- x Pd x (0 < x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg. 
30 A dielectric 5, for example made of Pb(Zr x Tii_ x )0 3 (0 < x < 1) with and without excess lead, 
Bai- x Sr x Ti0 3 (0<x< 1), 

Pb M .5yLa y (Zr x Tii. x )0 3 (0<x<l,0<y< 0,2), Pb(Zr x Tii_ x )0 3 (0 < x < 1) doped with Nb, Pbi. 
ay La y Ti0 3 (0 < y < 0.3, 1 .3 < a < 1 .5), (Pb,Ca)Ti0 3 , BaTiQ 3 with and without dopants, 
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SrZr x Tii. x 03 (0 < x < l)with and without Mn dopants, BaZr x Tii. x C>3 (0 < x < 1), SrTi03 doped 
with, for example, La, Nb, Fe or Mn, 
[Pb(Mg 1/3 Nb 2/ 3)03]x-[PbTi03]i. x (0 < x < 1), 

(Pb3a J Sr)(Mg 1/ 3Nb2/3)xTi y (Zn 1 /3Nb 2/3 ) 1 ^ y 0 3 (0<x<l,0<y<l,x + y<l), 
5 PbNb 4 /5x((Zro.6Sno.4)i-yTi y ))i- x 03 (0 < x < 0.9, 0 < y < 1), (B ai _ x Ca x )Ti0 3 (0 < x < 1), 
(Baj-xSr^TiOs (0 < x < 1), (Ba!_ x Pb x )Ti0 3 (0 < x < 1), (Ba I . x Sr x )(Ti 1 . x Zr x )0 3 
(0<x<l,0<y<l), 

a) Pb(Mgi/ 2 W 1/2 )0 3 

b) Pb(Fei/ 2 Nbi/ 2 )03 
10 c) Pb(Fe 2/3 W 1 /3)0 3 

d) Pb(Ni 1/3 Nb 2/3 )0 3 
55 e) Pb(Zn I/3 Nb 2/3 )0 3 

JO f) Pb(Sc 1/2 Ta 1/2 )0 3 

M ; as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgj/ 3 Nb 2 / 3 )0 3 with and 

gfl 15 without excess lead is provided on the first electrode 2. On the dielectric 5 there is a second 
~ }i electrode 6 which is made of, for example, Pt, Ag, Ir, Agi_ x Pt x (0 < x < 1), Ni, Cu, W, Agi. x Pd x 

O (0 < x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg or YBa 2 CuO x . A 

□ protective layer 7 of an organic and/or inorganic material is provided over the second 
;i? electrode 6. The organic material used may be, for example, polybenzocyclobutene or 

□ 20 polyimide, and the inorganic material may be, for example, Si 3 N4, Si0 2 or Si x O y N z (0 < x < 1 , 

0<y< l,0<z< 1). 

Alternatively, the first electrode 2 may comprise only one electrically 
conducting layer of, for example, Pt, Ag, Ir, Agi. x Pt x (0 < x < 1), Ni, Cu, W, Agi- x Pd x (0 < x < 
1), Al, Al doped with Cu, Al doped with Si, or Al doped with Mg, or YBa 2 CuO x . In addition, 

25 the second electrode 6 may comprise at least a first and a second electrically conducting layer. 
The first electrically conducting layer may then comprise, for example, Ti, Cr, Ni x Cr y (0 < x < 
l,0<y<l)or Ti x W y (0<x<l,0<y<l). The material used for the second electrically 
conducting layer may be, for example, Pt, Ag, Ir, Agi_ x Pt x (0 < x < 1), Ni, Cu, W, Agi„ x Pd x (0 
< x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg . 

30 Yet further, for example third, fourth, and fifth electrically conducting layers 

may be provided on the respective second electrically conducting layers of the electrodes 2 
and 6 as long as suitable combinations of the individual materials are formed. Materials which 
are suitable for forming a third electrically conducting layer are, for example, Ti, Ir, Ag, Cr, 
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Al, IrO x (0 < x < 2), Ru, Ru x Pti_ x (0 < x < 1), Pt x Ali. x (0 < x < 1), RhO x (0 < x < 2), Pt x Rhi. x (0 

< x < 1), or ITO. A fourth electrically conducting layer may comprise, for example, IrO x (0 < x 

< 2), RuO x (0 < x < 2), Ru x Pti_ x (0 < x < 1), Pt x Ali. x (0 < x < 1), RhO x (0 < x < 2), Pt x Rhi_ x (0 < 
x < 1), or ITO. A fifth electrically conducting layer may be formed from, for example, RuO x 

5 (0<x<2)orRu x Pti_ x (0<x< 1). 

At least a first and a second current supply contact may be provided at eitheer 
side of the ceramic passive component. A current supply contact may be, for example, an 
electroplated SMD end contact of Cr/Cu, Ni/Sn or Cr/Cu, Cu/Ni/Sn or Cr/Ni, Pb/Sn or a 
bump end contact or a contact surface. 

10 The dielectric 5 may also comprise multiple layers, for example double, triple, 

or quadruple layers. 

Furthermore, an anti-reaction layer made of, for example, TiC>2, AI2O3, ZrTiC>4 
or Zr02 may be deposited on the carrier substrate 1. If silicon was used for the carrier substrate 
1, the carrier substrate 1 may be provided with an Si02 passivating layer. 

15 Fig. 3 shows an RCL filter arrangement consisting of a capacitor CI with a 

defined capacitance value, a tunable capacitor C2, two resistors Rl and R2, and three 
inductances LI to L3. The RCL filter comprises a first series arrangement of a resistor Rl, an 
inductance LI, and a capacitor CI connected in parallel to a second series arrangement of a 
resistor R2, an inductance L2, and a capacitor C2. The inductance L3 is connected in series 

20 with this parallel circuit and has one of its terminals connected to ground potential. The 

parallel circuit is thus connectd at one side to the inductance L3, while both the potential V t 
and the connection terminals 8 and 9 are applied to the other side. 

Fig. 5 shows the circuit arrangement of a passive LC delay member consisting 
of an inductance L4 and a capacitor C4 which are connected to one another. The junction point 

25 between the inductance L4 and the capacitor C4 is connected to a tap 10 and has potential V t . 
The other connection is at a tap 1 1 . The other terminal of the capacitor C4 is at ground 
potential. 

Embodiments of the invention will be explained in more detail below, showing 
examples of how the invention may be carried into practice. 

30 

First an anti-reaction layer of Ti02 and then a first electrically conducting layer 
3 of Ti (10 nm) were deposited on a carrier substrate 1 of AI2O3 with a glass palanarization 
layer. A second electrically conducting layer 4 of Pt (500 nm) was deposited by sputtering on 
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this first electrically conducting layer 3, and the two layers were structured by 
photolithography. Subsequently, a dielectric 5 of PbZzo.53Tio.47O3 with 5% La dotation was 
deposited in a sol-gel process, tempered at approximately 600 °C in an oxygen atmosphere, 
and structured by photolithography. The thickness of the dielectric was 0.75 \xm. In the next 
step, a 500 nm Pt layer was deposited and structured photolithographically into an electrode 6. 
A protective layer 7 of Si3N4 and polyimide was deposited over the entire component. In 
addition, Cr/Cu, Ni/Sn SMD end contacts were fastened on mutually opposed sides of the 
component so as to serve as current supply contacts. 

Fig. 2 shows the gradient of the capacitance of the ceramic passive component 
as a function of the applied voltage. 

To achieve the same tuning range for the capacitance at lower voltages than 
those shown in Fig.2, ceramic passive components with a thickness of the dielectric 5 of d = 
0.25 |im were manufactured in the manner indicated above. At a surface capacitance of 28 
nF/mm 2 , a ceramic passive component with a capacitance of 50 pF on an active surface area 
of approximately 1800 (am 2 (42.5 jam * 42.5 |im) was manufactured, as well as a ceramic 
passive component with a capacitance of 5 pF on an active surface area of approximately 1 80 
|am 2 (13.4 nm* 13.4 \xm). 

The ceramic passive components thus formed were used in mobile telephones 
instead of variable-capcitance diodes. 



A ceramic passive component was manufactured by the method as explained 
with reference to Embodiment 1 with a capacitance which was tunable in a range from 17 pF 
to 56 pF. 

This ceramic passive component was used for realizing a tunable RCL filter 
which is to show a strong damping either at 900 MHz or at 1800 MHz. A capacitor CI with a 
defined capacitance value and a tunable capacitor C2 were for this purpose combined with two 
resistors Rl and R2 and three inductances LI to L3 into an RCL combination in accordance 
with the circuit arrangement of Fig. 3. The following were the values: 
Rl = 5 £2, LI = 0.26 nH, CI = 2.8 nF, and 

R2 = 0.5 Q, L2 = 0.26 nH, C2 = variable between 17 and 56 pF, and 
L3 = 0.3 nH. 

The application of a DC voltage of a few volts is capable of varying the 
capacitance value of the capacitor C2 between 17 and 56 pF, whereby the region having a 
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strong absorption in the filter characteristic can be shifted back and forth between 900 and 
1 800 MHz, as is shown in Fig. 4. Curve I in this Fig. corresponds to a capacitance value of the 
capacitor C2 of 56 pF and curve II to a capacitance value of 17 pF. 

A ceramic passive component was manufactured by the method as explained 
with reference to Embodiment 1 with a capacitance which was tunable in a range from 1 .4 nF 
to 2.8 nF through the application of a DC voltage of a few volts. 

The ceramic passive component was used for realizing a passive LC delay 
member with an electrically changeable delay time t<j . The tunable capacitor C4 was for this 
purpose combined with an inductance L4 of 5.7 nH 5 as shown in Fig. 5. 

The delay time t d 5 which is given by: ta = VZ*C , can be shortened from 4 ns 
at a capacitance value of 2.8 nF to 2.8 ns in that the capacitance is changed to 1.4 nF. 
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CLAIMS: 



1 . A ceramic passive component which comprises a carrier substrate (1), 
at least a first electrode (2) disposed thereon, 

at least a dielectric (5) disposed thereon, and 
at least a second electrode (6) disposed thereon, 
5 characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 
voltage-dependent relative dielectric constant s r . 

2. A ceramic passive component as claimed in claim 1 , characterized in that the 
following is chosen as the ferroelectric ceramic material with a voltage-dependent dielectric 

10 constant s r : 

Pb(Zr x Tii. x )0 3 (0 < x < 1) with and without excess lead, Bai. x Sr x Ti0 3 (0 < x < 1), 
Pb M 5y La y (Zr x Tii. x )0 3 (0<x<l,0<y< 0.2), Pb(Zr x Ti!. x )03 (0 < x < 1) doped with Nb, Pbi. 
ay La y Ti0 3 (0 < y < 0.3, 1.3 < a < 1.5), (Pb,Ca)Ti0 3 , BaTi0 3 with and without dopants, 
SrZr x Tii. x 0 3 (0 < x < 1) with and without Mn dopants, BaZr x Tii. x 0 3 (0 < x < 1), SrTi0 3 doped 
1 5 with, for example, La, Nb, Fe or Mn, 

[Pb(Mg 1/3 Nb 2/3 )0 3 ] x -[PbTi0 3 ]i. x (0 < x < 1), 

(Pb,Ba,Sr)(Mg I/3 Nb 2 / 3 ) x Ti y (Zn 1/3 Nb 2/3 ) 1 . x . y 0 3 (0 < x < 1, 0 < y < 1, x + y < 1), 
PbNb 4 /5x((Zro.6Sno. 4 )i. y Ti y ))i. x 0 3 (0 ^ x < 0.9, 0 < y < 1), (Baj. x Ca x )Ti0 3 (0 < x < 1), 
(B ai . x Sr x )Ti0 3 (0 < x < 1), (Bai. x Pb x )Ti0 3 (0 < x < 1), (Ba^Sr^Ti^Zr^Oa 
20 (0<x<l,0<y<l), 

a) Pb(Mg 1/2 W I/2 )0 3 

b) Pb(Fe 1/2 Nb 1/2 )0 3 

c) Pb(Fe 2/3 W m )0 3 

d) Pb(Nii/ 3 Nb 2 / 3 )0 3 
25 e) Pb(Zn 1/3 Nb 2 / 3 )0 3 

f) Pb(Sc 1/2 Ta 1/2 )0 3 

as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgi/ 3 Nb2T3)0 3 with and 
without excess lead. 
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3. A ceramic passive component as claimed in claim 1 , characterized in that the 

first electrode (2) and/or the second electrode (6) comprise(s) at least a first and a second 
electrically conducting layer. 

5 4. A ceramic passive component as claimed in claim 3, characterized in that the 

first electrically conducting layer of the electrodes (2, 6) comprises Ti, Cr, Ni x Cr y (0 < x < 1, 
0 < y < 1) or Ti x W y (0 < x < 1, 0 < y < 1). 

5. A ceramic passive component as claimed in claim 3, characterized in that the 
10 second electrically conducting layer of the electrodes (2, 6) comprises a metal or an alloy. 

6. A ceramic passive component as claimed in claim 1 , characterized in that the 
carrier substrate (1) comprises a ceramic material, a ceramic material with a glass 
planarization layer, a glass-ceramic material, a glass material, or silicon. 

15 

7. A ceramic passive component as claimed in claim 1 , characterized in that the 
dielectric (5) comprises multiple layers. 

8. A ceramic passive component as claimed in claim 1, characterized in that a 
20 protective layer (7) of an inorganic material and/or an organic material is laid over the entire 

component. 

9. A voltage-controlled oscillator with as its capacitive component a ceramic 
passive component which comprises a carrier substrate (1), at least a first electrode (2) 

25 disposed thereon, at least a dielectric (5) disposed thereon, and at least a second electrode (6) 
disposed thereon, characterized in that the dielectric (5) comprises a ferroelectric ceramic 
material with a voltage-dependent relative dielectric constant e r . 

10. A filter with as its capacitive component a ceramic passive component which 
30 comprises a carrier substrate (IX at least a first electrode (2) disposed thereon, at least a 

dielectric (5) disposed thereon, and at least a second electrode (6) disposed thereon, 
characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 
voltage-dependent relative dielectric constant e r . 
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11. A delay line with as its capacitive component a ceramic passive component 
which comprises a carrier substrate (1), at least a first electrode (2) disposed thereon, at least a 
dielectric (5) disposed thereon, and at least a second electrode (6) disposed thereon, 
characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 

5 voltage-dependent relative dielectric constant s r . 

12. The use of a ceramic passive component which comprises a carrier substrate 
(1), at least a first electrode (2) disposed thereon, at least a dielectric (5) with a voltage- 
dependent relative dielectric constant e r disposed thereon, and at least a second electrode (6) 

10 disposed thereon as a capacitive component. 
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ABSTRACT: 



The invention relates to a passive ceramic component with a carrier substrate 
(1), a first and a second electrode (2, 6), and a ferroelectric dielectric (5). The electrodes (2, 6) 
and the dielectric (5) preferably comprise a multilayer structure with at least a first and a 
second layer. The capacitance value C of the capacitor can be varied through the application of 
5 a voltage to the electrodes (2, 6), owing to the field dependence of the dielectric constant s r of 
the dielectric (5). 

Such components may be used in filter devices or in delay lines or as 
replacements for variable-capacitance diodes in the manufacture of voltage-controlled 
oscillators. 
10 Fig. 1 
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Voltage-dependent thin-film capacitor. 



The invention relates to a ceramic passive component which comprises a carrier 
substrate, at least a first electrode disposed thereon, at least a dielectric disposed thereon, and 
at least a second electrode disposed thereon. The invention also relates to components in 
which at least one ceramic passive component with the above construction is used. 
5 Variable-capacitance diodes (also called varicaps) are diodes in which the 

voltage dependence of a pn junction is utilized in practice. Each pn junction forms a capacitor 
^ with the p- and the n-zone as the plates and the interposed depletion or blocking layer as the 

^3 dielectric. The thickness of the depletion layer increases with the applied reverse voltage, so 

ji that the capacitance value of the pn junction decreases. 

l'] 10 Variable-capacitance diodes are available in various embodiments. Typical 

0 1 operating voltages are 12 to 30 V accompanied by a capacitance which is variable by a factor 

I 10 to 20. Lower voltages in a range from 3 to 5 V are usual in mobile telephone applications 

9 with a tuning range having a factor between 2 and 4. The capacitance values of the diodes 

Q usually vary between 20 and 40 pF in this case. These semiconductor components are used 

n 1 5 inter alia in the manufacture of voltage-controlled oscillators (VCOs). 
£3 The present trend is towards lower voltages and high frequencies (GHz) 

especially in the field of mobile telephony. The construction of variable-capacitance diodes for 
this application, however, becomes increasingly difficult, especially if the dimensions of the 
components have to be as small as possible. The semiconductor components also come close 
20 to the limits of their possibilities in view of their effective series resistance. In addition, the 
cost of manufacture of variable-capacitance diodes is very high. _ — s ? ] 

The invention has for its object to provide a component which has a tunable 
capacitance as well as a low effective series resistance and which can be inexpensively 
manufactured. 

25 This object is achieved by means of a ceramic passive component which 

comprises a carrier substrate, at least a first electrode disposed thereon, at least a dielectric 
disposed thereon, and at least a second electrode disposed thereon, wherein the dielectric 
comprises a ferroelectric ceramic material with a voltage-dependent relative dielectric constant 
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Given certain geometric dimensions (surface area A, electrode spacing d), the 
capacitance of a capacitor can be calculated from the equation: 

C = (Sr • s 0 • A)/d. 

A voltage dependence of the capacitance C is thus defined by the voltage dependence of the 
5 dielectric constant s r . Many dielectric materials exhibit a low dielectric constant e r and a low 
field dependence s r (E). An exception is formed by ferroelectric materials, in which s r can be 
changed through the application of an electric field E. The capacitance value C of a capacitor 
can thus be changed through the application of a voltage to the electrodes. 

The advantages of these components are that on the one hand they are not polar, 

1 0 in contrast to variable-capacitance diodes, and on the other hand that they can be manufactured 
more cheaply than the semiconductor components. 

It is to be highly preferred that the following is chosen as the ferroelectric 
ceramic material with a voltage-dependent dielectric constant e r : 
Pb(Zr x Tii. x )0 3 (0 < x < 1) with and without excess lead, Bai- x Sr x Ti0 3 (0 < x < 1), 

15 Pb M 5 yLa y (Zr x Tii- x )0 3 (0<x<l,0<y< 0.2), Pb(Zr x Ti!. x )0 3 (0 < x < 1) doped with Nb, Pbj. 
ay La y Ti0 3 (0 < y < 03, 1 .3 < a < 1 .5), (Pb,Ca)Ti0 3 , BaTi0 3 with and without dopants, 
SrZr x Ti!. x 0 3 (0 < x < 1) with and without Mn dopants, BaZr x Tii_ x 0 3 (0 < x < 1), SrTi0 3 doped 
with, for example, La, Nb, Fe or Mn, 
[Pb(Mgi /3 Nb 2 /3)0 3 ] x -[PbTi033i-x (0 < x < 1), 

20 (Pb 3 Ba ? Sr)(Mg 1 / 3 Nb 2 / 3 )xTi y (Zn 1/3 Nb 2/3 ) 1 . x . y 0 3 (0<x<l,0<y<l,x + y<l) ? 

PbNb 4 / 5x ((Zro.6Sno.4)i-yTi y ))i. x 0 3 (0 < x < 0.9, 0 < y < 1), (Bai. x Ca x )Ti0 3 (0 < x < 1), 
(Ba!_ x Sr x )Ti0 3 (0 < x < 1), (Bai_ x Pb x )Ti0 3 (0 < x < 1), (Bai. x Sr x )(Ti Kx Zr x )0 3 
(0<x<l,0<y<l), 
a) Pb(Mg 1/2 W 1/2 )0 3 

25 b) Pb(Fei/2Nbi/2)03 

c) Pb(Fe 2/3 W 1/3 )0 3 

d) Pb(Nii /3 Nb 2/3 )0 3 

e) Pb(Zm/ 3 Nb 2/3 )0 3 

f) Pb(Sci/ 2 Tai/2)0 3 

30 as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgi/ 3 Nb 2 / 3 )0 3 with and 
without excess lead. 

All these ferroelectric ceramic materials have a high, voltage-dependent relative 
dielectric constant s r . 
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In another preferred embodiment, the first electrode and/or the second electrode 
comprise(s) at least a first and a second electrically conducting layer. 

It is preferred that the first electrically conducting layer of the electrodes 
comprises Ti, Cr, Ni x Cr y (0 < x < 1, 0 < y < 1) or Ti x W y (0 < x < 1, 0 < y < 1). These layers 
5 serve as adhesion layers. 

It is furthermore preferred that the second electrically conducting layer of the 

electrodes comprises a metal or an alloy. 

The electric current is mainly passed by the second, well conducting layer, A 
high conductivity of the materials used leads to a low effective series resistance (ESR) and a 
1 0 low parasitic inductance (ESL). 

In a preferred embodiment it is provided that the carrier substrate comprises a 
ceramic material, a ceramic material with a glass planarization layer, a glass-ceramic material, 
a glass material, or silicon. 

A carrier substrate made of a ceramic material, a ceramic material with a glass 
1 5 planarization layer, a glass-ceramic material, or a glass material can be inexpensively 

manufactured, so that the process cost for these components can be kept low. If the passive 
ceramic component is integrated into an IC, the carrier substrate will be of silicon, possibly 
provided with an Si0 2 passivating layer. 

A further preferred embodiment is characterized in that the dielectric comprises 

20 multiple layers. 

The use of multiple layers, for example double, triple or quadruple layers 
renders it possible to compensate for the unfavorable temperature behavior of some 
ferroelectric materials and to improve the temperature dependence of the capacitance value C. 

It is also preferred that a protective layer of an inorganic material and/or an 
25 organic material is laid over the entire component. 

The protective layer protects the subjacent layers against mechanical loads and 
against corrosion caused by moisture. 

The invention also relates to components, in particular tunable filters or delay 
lines or voltage-controlled oscillators, which comprise as their capacitive component a 
30 ceramic passive component which comprises a carrier substrate, at least a first electrode 
disposed thereon, at least a dielectric disposed thereon, and at least a second electrode 
disposed thereon, which is characterized in that the dielectric comprises a ferroelectric ceramic 
material with a voltage-dependent relative dielectric constant s r . 
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The use of the component according to the invention, for example, in a tunable 
RCL filter, a passive delay line with electrically tunable delay time, or as a replacement for a 
variable-capacitance diode in voltage-controlled oscillators is advantageous because the 
component according to the invention can be mounted together with other components on a 
substrate, so that inexpensive circuits of small constructional dimensions can be manufactured. 

The invention furthermore relates to the use of a ceramic passive component 
which comprises a carrier substrate, at least a first electrode disposed thereon, at least a 
dielectric with a voltage-dependent relative dielectric constant e r disposed thereon, and at least 
a second electrode disposed thereon, as a capacitive component. 



The invention will be explained in more detail below with reference to five 
Figures and three embodiments, where 

Fig. 1 in a diagrammatic, cross-sectional view shows the construction of a 
1 5 ceramic passive component, 

Fig. 2 plots the capacitance as a function of the applied voltage in a ceramic 

passive 

component according to the invention, 

Fig. 3 is the circuit diagram of an RCL filter, 
20 Fig. 4 shows the filter characteristic of an RCL filter which comprises a 

component according to the invention as its capacitive component, and 

Fig. 5 . is the circuit diagram of a passive LC delay member. 
In Fig. 1, a ceramic passive component comprises a carrier substrate 1 which is 
made, for example, from a ceramic material, a ceramic material with a glass planarization 
25 layer, a glass-ceramic material, a glass material, or silicon with a passivating layer. On the 

carrier substrate there is a first electrode 2 which comprises a first electrically conducting layer 
3 of, for example, Ti, Cr, Ni x Cr y (0<x<l,0<y<l)or Ti x W y (0<x<l,0<y<l)anda 
second elecrically conducting layer 4 comprising, for example, Pt, Ag, Ir, Agi. x Pt x (0 < x < 1), 
Ni, Cu, W, Ag!„ x Pd x (0 < x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg. 
30 A dielectric 5, for example made of Pb(Zr x Tii- x )0 3 (0 < x < 1) with and without excess lead, 
Bai- x Sr x Ti0 3 (0<x<l), 

Pbi-LSyLayCZTxTii-OOa (0<x<l,0<y< 0.2), Pb(Zr x Tii. x )O s (0 < x < 1) doped with Nb, Pbi. 
ay La y Ti0 3 (0 < y < 0.3, 1 .3 < a < 1 .5), (Pb,Ca)Ti0 3 , BaTi0 3 with and without dopants, 
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SrZr x Tii. x 0 3 (0 < x < l)with and without Mn dopants, BaZr x Tii. x 0 3 (0 < x < 1), SrTi0 3 doped 
with, for example, La, Nb, Fe or Mn, 
[Pb(Mgi/3Nb2o)03]x-[Pbri03]i.x (0 < x < 1), 

(Pb,Ba,Sr)(Mgi/3Nb2/3)xTi y (Zni/3Nb 2 /3)i-x-y03 (0<x<l,0<y<l,x + y<l), 
5 PbNb4/5 X ((Zro. 6 Sno.4)i-yTi y ))i- x 0 3 (0 < x < 0.9, 0 < y < 1), (Bai. x Ca x )Ti0 3 (0 < x < 1), 
(Ba!. x Sr x )Ti0 3 (0 < x < 1), (Bai- x Pb x )Ti0 3 (0 < x < 1), (B ai . x Sr x )(Tii. x Zr x )0 3 
(0<x<l,0<y<l), 

a) Pb(Mg 1/2 Wi/2)0 3 

b) Pb(Fei /2 Nbi/ 2 )0 3 
10 c) Pb(Fe 2/3 Wi /3 )0 3 

d) Pb(Ni 1/3 Nb 2 / 3 )0 3 
O e) Pb(Zni /3 Nb2/ 3 )03 

E f) Pb(Sci/2Tai/2)0 3 

# as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgi/3Nb 2 /3)03 with and 

G 1 5 without excess lead is provided on the first electrode 2. On the dielectric 5 there is a second 

S electrode 6 which is made of, for example, Pt, Ag, Ir, Agi. x Pt x (0 < x < 1), Ni, Cu, W, Agi. x Pd x 

1. (0 < x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg or YBa 2 CuO x . A 

jt protective layer 7 of an organic and/or inorganic material is provided over the second 

H electrode 6. The organic material used may be, for example, polybenzocyclobutene or 

=3 20 polyimide, and the inorganic material may be, for example, S13N4, Si0 2 or Si x O y N z (0 < x < 1 , 

0<y< l,0<z< 1). 

Alternatively, the first electrode 2 may comprise only one electrically 
conducting layer of, for example, Pt, Ag, Ir, Ag!. x Pt x (0 < x < 1), Ni, Cu, W, Ag,. x Pd x (0 < x < 
1), Al, Al doped with Cu, Al doped with Si, or Al doped with Mg, or YBa 2 CuO x . In addition, 

25 the second electrode 6 may comprise at least a first and a second electrically conducting layer. 
The first electrically conducting layer may then comprise, for example, Ti, Cr, Ni x Cr y (0 < x < 
1, 0 < y < 1) or Ti x W y (0<x<l,0<y<l). The material used for the second electrically 
conducting layer may be, for example, Pt, Ag, Ir, Ag!. x Pt x (0 < x < 1), Ni, Cu, W, Ag!- x Pd x (0 
< x < 1), Al, Al doped with Cu, Al doped with Si or Al doped with Mg . 

30 Yet further, for example third, fourth, and fifth electrically conducting layers 

may be provided on the respective second electrically conducting layers of the electrodes 2 
and 6 as long as suitable combinations of the individual materials are formed. Materials which 
are suitable for forming a third electrically conducting layer are, for example, Ti, Ir, Ag, Cr, 
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Al, IrO x (0 < x < 2), Ru, Ru x Pti- x (0 < x < 1), Pt x Ali- x (0 < x < 1), RhO x (0 < x < 2), Pt x Rhi_ x (0 

< x < 1), or ITO. A fourth electrically conducting layer may comprise, for example, IrO x (0 < x 

< 2), RuO x (0 < x < 2), Ru x Pt!. x (0 < x < 1), Pt x Ali_ x (0 < x < 1), RhO x (0 < x < 2), Pt x Rh]. x (0 < 
x < 1), or ITO. A fifth electrically conducting layer may be formed from, for example, RuO x 
(0 < x < 2) or RuxPti-x (0 < x < 1). 

At least a first and a second current supply contact may be provided at eitheer 
side of the ceramic passive component. A current supply contact may be, for example, an 
electroplated SMD end contact of Cr/Cu, Ni/Sn or Cr/Cu, Cu/Ni/Sn or Cr/Ni, Pb/Sn or a 
bump end contact or a contact surface. 

The dielectric 5 may also comprise multiple layers, for example double, triple, 
or quadruple layers. 

Furthermore, an anti-reaction layer made of, for example, TiC>2, AI2O3, ZrTiC>4 
or Zr02 may be deposited on the carrier substrate 1 . If silicon was used for the carrier substrate 
1, the carrier substrate 1 may be provided with an SiC>2 passivating layer. 

Fig. 3 shows an RCL filter arrangement consisting of a capacitor CI with a 
defined capacitance value, a tunable capacitor C2, two resistors Rl and R2, and three 
inductances LI to L3. The RCL filter comprises a first series arrangement of a resistor Rl, an 
inductance LI, and a capacitor CI connected in parallel to a second series arrangement of a 
resistor R2, an inductance L2, and a capacitor C2. The inductance L3 is connected in series 
with this parallel circuit and has one of its terminals connected to ground potential. The 
parallel circuit is thus connectd at one side to the inductance L3, while both the potential V t 
and the connection terminals 8 and 9 are applied to the other side. 

Fig. 5 shows the circuit arrangement of a passive LC delay member consisting 
of an inductance L4 and a capacitor C4 which are connected to one another. The junction point 
between the inductance L4 and the capacitor C4 is connected to a tap 10 and has potential V t . 
The other connection is at a tap 1 1 . The other terminal of the capacitor C4 is at ground 
potential. 

Embodiments of the invention will be explained in more detail below, showing 
examples of how the invention may be carried into practice. 

First an anti-reaction layer of Ti(>2 and then a first electrically conducting layer 
3 of Ti (10 nm) were deposited on a carrier substrate 1 of AI2O3 with a glass palanarization 
layer. A second electrically conducting layer 4 of Pt (500 nm) was deposited by sputtering on 
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this first electrically conducting layer 3, and the two layers were structured by 
photolithography. Subsequently, a dielectric 5 of PbZzo.53Tio.47O3 with 5% La dotation was 
deposited in a sol-gel process, tempered at approximately 600 °C in an oxygen atmosphere, 
and structured by photolithography. The thickness of the dielectric was 0.75 \im. In the next 
step, a 500 nm Pt layer was deposited and structured photolithographically into an electrode 6. 
A protective layer 7 of Si 3 N 4 and polyimide was deposited over the entire component. In 
addition, Cr/Cu, Ni/Sn SMD end contacts were fastened on mutually opposed sides of the 
component so as to serve as current supply contacts. 

Fig. 2 shows the gradient of the capacitance of the ceramic passive component 
as a function of the applied voltage. 

To achieve the same tuning range for the capacitance at lower voltages than 
those shown in Fig.2, ceramic passive components with a thickness of the dielectric 5 of d = 
0.25 \xm were manufactured in the manner indicated above. At a surface capacitance of 28 
nF/mm 2 , a ceramic passive component with a capacitance of 50 pF on an active surface area 
of approximately 1800 |im 2 (42.5 jam * 42.5 |im) was manufactured, as well as a ceramic 
passive component with a capacitance of 5 pF on an active surface area of approximately 180 
^ 2 (13.4 (am* 13.4 ^m). 

The ceramic passive components thus formed were used in mobile telephones 

instead of variable-capcitance diodes. 

A ceramic passive component was manufactured by the method as explained 
with reference to Embodiment 1 with a capacitance which was tunable in a range from 17 pF 
to 56 pF. 

This ceramic passive component was used for realizing a tunable RCL filter 
which is to show a strong damping either at 900 MHz or at 1800 MHz. A capacitor CI with a 
defined capacitance value and a tunable capacitor C2 were for this purpose combined with two 
resistors Rl and R2 and three inductances LI to L3 into an RCL combination in accordance 
with the circuit arrangement of Fig. 3. The following were the values: 
Rl = 5 Q, LI = 0.26 nH, CI = 2.8 nF, and 

R2 = 0.5 Q, L2 = 0.26 nH, C2 = variable between 17 and 56 pF, and 
L3 = 0.3 nH. 

The application of a DC voltage of a few volts is capable of varying the 
capacitance value of the capacitor C2 between 17 and 56 pF, whereby the region having a 
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strong absorption in the filter characteristic can be shifted back and forth between 900 and 
1 800 MHz, as is shown in Fig. 4. Curve I in this Fig. corresponds to a capacitance value of the 
capacitor C2 of 56 pF and curve II to a capacitance value of 17 pF. 

5 

A ceramic passive component was manufactured by the method as explained 
with reference to Embodiment 1 with a capacitance which was tunable in a range from 1 .4 nF 
to 2.8 nF through the application of a DC voltage of a few volts. 

The ceramic passive component was used for realizing a passive LC delay 
10 member with an electrically changeable delay time td . The tunable capacitor C4 was for this 
purpose combined with an inductance L4 of 5.7 nH, as shown in Fig. 5. 

The delay time td , which is given by: U = , can be shortened from 4 ns 

at a capacitance value of 2.8 nF to 2.8 ns in that the capacitance is changed to 1 .4 nF. 
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CLAIMS: 



1 . A ceramic passive component which comprises a carrier substrate (1 ), 
at least a first electrode (2) disposed thereon, 

at least a dielectric (5) disposed thereon, and 
at least a second electrode (6) disposed thereon, 
5 characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 
voltage-dependent relative dielectric constant e r . 

2. A ceramic passive component as claimed in claim 1 , characterized in that the 
following is chosen as the ferroelectric ceramic material with a voltage-dependent dielectric 

1 0 constant e r : 

Pb(Zr x Tii-x)0 3 (0 < x < 1) with and without excess lead, Bai. x Sr x Ti0 3 (0 < x < 1), 
Pbi.i.5yLay(Zr x Tii. x )0 3 (0<x<l,0<y< 0.2), Pb(Zr x Tii. x )0 3 (0 < x < 1) doped with Nb, Pbi. 
ay La y Ti0 3 (0 < y < 0.3, 1.3 < a < 1.5), (Pb,Ca)Ti0 3 , BaTi0 3 with and without dopants, 
SrZr x Tii. x 0 3 (0 < x < 1) with and without Mn dopants, BaZr x Tii. x 0 3 (0 < x < 1), SrTi0 3 doped 
1 5 with, for example, La, Nb, Fe or Mn, 

[Pb(Mg iy3 Nb 2 / 3 )0 3 ] x -[PbTi0 3 ] 1 . x (0 < x < 1), 

(Pb,Ba,Sr)(Mgi /3 Nb^)xTi y (Zn 1/3 Nb 2 / 3 ) 1 . x . y 0 3 (0<x<l,0<y<l,x + y£l), 
PbNb 4 /5 X ((Zro.6Sno.4)i.yTi y ))i. x 0 3 (0 < x < 0.9, 0 < y < 1), (Bai. x Ca x )Ti0 3 (0 < x < 1), 
(B ai . x Sr x )Ti0 3 (0 < x < 1), (Ba,. x Pb x )Ti0 3 (0 < x < 1), (Bai. x Sr x )(Ti!. x Zr x )0 3 
20 (0<x<l,0<y<l), 

a) Pb(Mg 1/2 W 1/2 )0 3 

b) Pb(Fe 1/2 Nb 1/2 )0 3 

c) Pb(Fe2/ 3 Wi/ 3 )03 

d) Pb(Ni I/3 Nb 2/3 )0 3 
25 e) Pb(Zm/ 3 Nb 2 / 3 )0 3 

f) Pb(Sc 1/2 Tai /2 )0 3 

as well as combinations of the compounds a) to f) with PbTi0 3 and Pb(Mgi/3Nb 2 /3)0 3 with and 
without excess lead. 
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3, A ceramic passive component as claimed in claim 1 , characterized in that the 

first electrode (2) and/or the second electrode (6) comprise(s) at least a first and a second 
electrically conducting layer. 

5 4. A ceramic passive component as claimed in claim 3, characterized in that the 

first electrically conducting layer of the electrodes (2, 6) comprises Ti, Cr, Ni x Cr y (0 < x < 1, 
0<y<l)or Ti x W y (0 <x< 1, 0 <y < 1). 

5, A ceramic passive component as claimed in claim 3, characterized in that the 
10 second electrically conducting layer of the electrodes (2, 6) comprises a metal or an alloy. 

6. A ceramic passive component as claimed in claim 1 , characterized in that the 
L J3 carrier substrate (1) comprises a ceramic material, a ceramic material with a glass 

J planarization layer, a glass-ceramic material, a glass material, or silicon. 

S 15 

01 7. A ceramic passive component as claimed in claim 1 , characterized in that the 

s" dielectric (5) comprises multiple layers. 

G 8. A ceramic passive component as claimed in claim 1 , characterized in that a 

S 20 protective layer (7) of an inorganic material and/or an organic material is laid over the entire 
- J component. 

9. A voltage-controlled oscillator with as its capacitive component a ceramic 
passive component which comprises a carrier substrate (1), at least a first electrode (2) 

25 disposed thereon, at least a dielectric (5) disposed thereon, and at least a second electrode (6) 
disposed thereon, characterized in that the dielectric (5) comprises a ferroelectric ceramic 
material with a voltage-dependent relative dielectric constant s r • 

10. A filter with as its capacitive component a ceramic passive component which 
30 comprises a carrier substrate (1), at least a first electrode (2) disposed thereon, at least a 

dielectric (5) disposed thereon, and at least a second electrode (6) disposed thereon, 
characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 
voltage-dependent relative dielectric constant c r . 
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11. A delay line with as its capacitive component a ceramic passive component 
which comprises a carrier substrate (1), at least a first electrode (2) disposed thereon, at least a 
dielectric (5) disposed thereon, and at least a second electrode (6) disposed thereon, 
characterized in that the dielectric (5) comprises a ferroelectric ceramic material with a 

5 voltage-dependent relative dielectric constant s r . 

12. The use of a ceramic passive component which comprises a carrier substrate 
(1), at least a first electrode (2) disposed thereon, at least a dielectric (5) with a voltage- 
dependent relative dielectric constant e r disposed thereon, and at least a second electrode (6) 

1 0 disposed thereon as a capacitive component. 
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ABSTRACT: 



The invention relates to a passive ceramic component with a carrier substrate 
(1), a first and a second electrode (2, 6), and a ferroelectric dielectric (5). The electrodes (2, 6) 
and the dielectric (5) preferably comprise a multilayer structure with at least a first and a 
second layer. The capacitance value C of the capacitor can be varied through the application of 
5 a voltage to the electrodes (2, 6), owing to the field dependence of the dielectric constant s r of 
the dielectric (5). 

Such components may be used in filter devices or in delay lines or as 
y replacements for variable-capacitance diodes in the manufacture of voltage-controlled 

U] oscillators. 
E 10 Fig. 1 
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like so made are punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such 
vplful false statements may jeopardize the validity of the application or any patent issued thereon. 

P<jWER OF ATTORNEY: As a named inventor, I hereby appoint the following attorney(s) and/or agent(s) to prosecute this application 
and transact all business in the Patent and Trademark Office connected therewith, (list name and registration number) 

Algy Tamoshunas, Reg. No. 27,677 

Jack E. Haken, Reg. No. 26,902 



SEND CORRESPONDENCE TO: Corporate Patent Counsel; 
U.S. Philips Corporation; 580 white Plains Road; 
Tarrytown, NY 10591 



DIRECT TELEPHONE CALLS TO: 
(name and telephone No.) 
(914) 332-0222 



Dated: 



Inventor's Signature: 



Full Name of in 
Inventor 


Last Name 
KLEE 


First Name 
Ma re ike 


Middle Name 


Residence & 
Citizenship 


City 

Huckelhoven 


State of Foreign Country 
Germany 


Country of Citizenship 
Germany 


Post Office Address 


Street 

Randerather Weg 27 


City 

D-41836 Huckelhoven 


State of Country Zip Code 
Germany 



Dated: 



Inventor's Signature: 



Full Name of in 
Inventor 


Last Name 
KIEWITT 


First Name 
Rainer 


Middle Name 




Residence & 
Citizenship 


City 

Roetgen 


State of Foreign Country 
Germany 


Country of Citizenship 
Germany 


Post Office Address 


Street 

Roetgenbachstrasse 19 


City 

D-52159 Roetgen 


State of Country 
Germany 


| Zip Code ] 



2/2 



PHD 99.046 US 



Dated: 




Inventor's Signature: 






Full Name of in 
Invpntnr 


Last Name 

1 ORI 


First Name 
Hans-Peter 


Middle Name 


Residence & 
Citizenship 


City 

Monschau-lmgenbroich 


State of Foreign Country 
Germany 


Country of Citizenship 
Germany 


Post Office Address 


Street 

Matthias-Offermann- 
Strasse 22 


City 

D-52156 Monschau-lmgenbroich 


State of Country 
Germany 


Zip Code 


Dated: 




Inventor's Signature: 






Full Name of in 
Inventor 


Last Name 
VAN OPPEN 


First Name 
Paul 


Middle Name 


Residence & 
Citizenship 


City 

Roermond 


State of Foreign Country 
The Netherlands 


Country of Citizenship 
The Netherlands 


Post Office Address 


Street 

Bredeweg 10 


City 

6042 GG Roermond 


State of Country 
The Netherlands 


Zip Code 


Dated: 




Inventor's Signature: 






Full Name of in 
IfS/entor 


Last Name 
DERKSEN 


First Name 
Rob 


Middle Name 




Residence & 
Ortizenship 


City 

Roermond 


State of Foreign Country 
The Netherlands 


Country of Citizenship 
The Netherlands 


Post Office Address 


Street 

Bredeweg 10 


City 

6042 GG Roermond 


State of Country 
The Netherlands 


Zip Code 


D?ted: 

ei 




Inventor's Signature: 






Bif II Name of in 
inventor 


Last Name 


First Name 


Middle Name 


Residence & 
Citizenship 


City 


State of Foreign Country 


Country of Citizenship 


ggst Office Address 


Street 


City 


State of Country 


Zip Code 


Bated: 




Inventor's Signature: 






Full Npmp nf in 

1 Ull l^CUIIG KJt III 

Inventor 


Ldol INdlllC 


First Name 


Middle Name 


Residence & 
Citizenship 


City 


State of Foreign Country 


Country of Citizenship 


Post Office Address 


Street 


City 


State of Country 


Zip Code 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

In re Application of Atty. Docket 

MAREIKE KLEE ET AL PHD 99,046 

Serial No. Group Art Unit 

Filed: CONCURRENTLY Ex. 

VOLTAGE-DEPENDENT THIN-FILM CAPACITOR 

Honorable Commissioner of Patents and Trademarks 
Washington, D.C. 20231 

APPOINTMENT OF ASSOCIATES 

Sir: 

The undersigned Attorney of Record hereby revokes all 
prior appointments (if any) of Associate Attorney (s) or Agent (s) in 
the above-captioned case and appoints: 

NORMAN N. SPAIN (Registration No. 17,846) 

c/o U.S. PHILIPS CORPORATION, Intellectual Property Department, 580 
White Plains Road, Tarrytown, New York 10591, his Associate 
Attorney (s) /Agent (s) with all the usual powers to prosecute the 
above-identified application and any division or continuation 
thereof, to make alterations and amendments therein, and to 
transact all business in the Patent and Trademark Office connected 
therewith . 

ALL CORRESPONDENCE CONCERNING THIS APPLICATION AND THE 
LETTERS PATENT WHEN GRANTED SHOULD BE ADDRESSED TO THE UNDERSIGNED 
ATTORNEY OF RECORD. 




Algy Tamoshunas, Reg. 27,677 
Attorney of Record 

Dated at Tarrytown, New York 
this 28 th day of MARCH, 2000. 



MS28SPB0 . SWO 



